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centre and is constructed to take cops, bobbins, or cheeses
as desired. The delivery rollers are usually if in. diameter
for fine, and 2 in. for coarse work. A traverse motion is
usually fitted. For dry doubling the bottom rollers are
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FIG. 41

of polished steel, and the top of cast iron, but both top
and bottom are brass-covered for wet doubling.
There are three principal methods of doubling known
as: (i) English Dry, (2) English Wet, and (3) Scotch
Wet.
English Dry System (Fig. 41). The yarn from the creel
passes under an iron rod, over a slit glass guide, through
the rollers, round the top roller, then bends round a small
glass rod, passes again through the rollers and on to the
spindles.
English Wet System (Fig. 4iA). The yarn from the creel
passes under a glass rod in the water trough, over another
glass rod, and on to the delivery rollers.
Scotch Wet System (Fig. 416). In this machine the trough